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02968-041 
AND 
02968-043 
TOW 
RING: 
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WELD PER 
OSI 
004 
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RING 
13) 
HEAT TREAT TO 
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OO-P-416F 
CLASS 
I TYPE 
II 
POWDER 
COAT WHITE 
(REF 
4.3.5.2) 
PER 
DART 
OSI 
005 
4.3 
(EXCEPT 
THREADS) 
& 
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40 
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HARDENED 
PER 
DWG. 
D2741 
TO 
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KSI 
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HARDNESS 
TESTED 
PER 
ASTM 
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HRC: 
34-40 
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ci-dessus 
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